AD-751  738 


8 1MM  MORTAR  BASEPLATE  M-3  PAD  TEST 

Stanley  M.  Jankowski,  et  al 

Watervliet  Arsenal 
Water  vliet,  New  York 

August  1972 


r 


DISTRIBUTED  BY: 


National  Technical  Information  Service 
U.  S.  DEPARTMENT  OF  COMMERCE 

5285  Fart  Royal  Road,  Springfield  Va.  22151 


AD751788 


DISPOSITION 

Destroy  this  report  when  it  is  no  longer  needed.  Do  not  return  it 
to  the  originator. 


DISCLAIMER 

The  findings  in  this  report  are  not  to  be  construed  as  an  official 
Department  of  the  Army  position  unless  so  designated  by  other  authorized 
documents . 

i-r  ~ 

HT1S  Whits  S«i!«  |§j  ^ 

C  ,8  kffSectin  Qi 

mu  axicn  □ 

I  Jl'iVIHC.UlOH  .  i 


BY . 

OISTKiSUHOH/jlYillUiilllTY  COOES  ‘ 

~jE  Mil  «a/cr't°Tcl]iF 


Unclassified 

Security  Classifi -ation 


DOCUMENT  CONTROL  DATA  •  R  &  D 

(Security  cla*  siltc  ation  at  title  A.  jy  ut  shttrmct  and  Indexing  ennotetlcn  tu»>  be  enterq/f  when  thy  overall  report  la  cleaellledj 
1  ORIGINATING  ACTIVITY  (Corporate  author)  ta.  REPORT  5ECURI  T  V  CL  AS*"  I  FIC  A  TION 


Watervliet  Arsenal 
Watervliet,  N.Y.  12189 


26.  CHOUP 


|j  REPORT  TITLE 


81mm  MORTAR  BASEPLATE  M-3  PAD  TEST 


4  DESCRIPTIVE  NOTES  (Typo  ot  report  and  Inclusive  date a) 

_ Technical. ilcacrt _ 

5  authoR(S)  (Fltat  name,  middle  initial,  la*.,  lame) 

Stanley  M.  Jankowski 
Robert  B.  Dusenberry 
_ James  Waugaman _ 

0  REPORT  DATE 


August  1972 

8a  CON  TRAC  T  OR  GRAN  T  NO 

AMCMS  No.  4410.16.0008 

6.  PROjEC  t  no 


/a.  TOTAL  NO  OF  PAGES  76.  NO  OF  REFS 


54.  ORIGINATOR'S  REPORT  NUMBER!*) 


WVT-7241 


106.  OTHER  REPORT  NO!*)  (Any  other  numbota  that  may  be  aaalfjned 
I  thla  report) 


|  »0  DISTRIBUTION  STATEMENT 


Approved  for  public  release;  distribution  unlimited. 


ill  SURPLEMEN'.  ARY  NOTES 


I  Reproduced  from 
best  available  copy. 


IS.  SPONSORING  MILITARY  ACTIVITY 

U.  S.  Army  Weapons  Command 


u  abstract  .  .  , 

Various  organizations,  including  Viet  Nam,  have  reported  problems  involving  j 
seizure  of  the  socket  to  the  baseplate.  The  testing  program  discussed  in  this  report  j 
was  initiated  in  an  effort  to  solve  this  socket  seizure  problem.  Three  material*-  were  j 
tested:  the  previously  standard  Neoprene;  the  current  standard  Viblon;  and  Pluorglas.  j 
Testing  of  these  materials  included:  static  compression  tests;  soak  tests;  and  pressure 
cycling  tests.  The  compression  tests  showed  Fluorglas  capable  of  withstanding  the 
grestest  compressive  load  (20,000  psi)  and  possessing  the  lowest  recovery  rate  (.001 
in./hr.).  Soak  tests  in  various  environments  revealed  that  Fluorglas  suffered  no 
apparent  expansions  or  softening  in  any  of  the  five  media  tested.  The  other  materials 
suffered  varying  degrees  of  damage.  Most  of  the  effort  was  spent  in  hydraulically 
pressure  cycling  the  three  materials,  (cycling  loads  equivalent  to  impact  loads  during 
firing),  while  they  were  subjected  to  various  foreign  matter  environments,  i.e.  dirt, 
sand,  etc.  The  result  of  the  three  tests  conducted  was  that  Fluorglas  seemed  to  hold 
up  better  in  general  than  the  other  materials  and  was  therefore  recommended  as  a  fix 
to  the  problem. 
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Introduction 


The  SIMM  Mortar  baseplate  M-3,  currently  employed,  has  a  stepped  pocket 
machined  in  it.  A  matching  stepped  socket  fits  into  the  baseplate  pocket  and 
rests  on  a  pad  and  three  annular  rings.  Currently,  Viblon,  coated  with  GAA 
grease,  is  used  for  the  pad  and  ring  material.  The  problem  arose  when  reports 
were  received  that  the  socket  could  not  be  rotated  relative  to  the 
baseplate,  as  is  required  for  traversing  the  weapon,  when  using  the  previous 
standard  Neoprene  material  for  the  rings  and  pad. 

This  problem,  referred  to  as  the  socket  seizure  problem,  was  first  derailed 
in  PCR  A082-W4,  which  was  the  result  of  a  report  from  Ft.  Benr.ing.  Reports  from 
other  sources,  including  Viet  Nam,  have  also  noted  socket  binding  or  seizure  of 
the  baseplate  socket. 

The  current  Viblon  coated  with  GAA  grease  was  released  as  an  interim 
solution  to  PCR  A082-W4. 

The  tactical  result  of  these  seizures  had  been  an  inability  to  rotate  the 
mortar  to  accommodate  large  changes  in  direction  of  fire. 

Examinavion  of  the  components  aftrr  such  a  seizure  has  shown  that  the  pad 
and  rings  have  experienced  shredding  and  delamination.  Foreign  matter  i.e.,  dirt, 
sand  and  water  was  found  in  the  socket  cavity  and  on  the  load  bearing  surfaces. 

It  was  felt  that  the  use  of  grease  and  oil  such  as  would  be  used  in  the 
field  as  lubricants  might  also  contribute  to  the  deterioration  or  dimensional 
changes  in  the  pad  and  rings. 

As  a  result  of  this  problem  several  avenues  of  investigation  were  undertaken. 
These  ranged  from  a  material  change  to  rede.ign  of  the  baseplate/socket  interface 
area.  Each  of  these  approaches  is  reported  elsewhere  and  is  mentioned  here 
solely  for  reference  and  information. 

The  purpose  of  the  testing  reported  here  -as  to  investigate  the  three 
materials  (Fluorglas,  Viblon  and  Neoprene)  pt  -'>.ntly  available  for  use  in  the 


M3  mortar  baseplate.  This  investigation  was  limited  to  three  areas:  the 
load-deflection  behavior  of  these  materials  under  static  load;  the  dimen¬ 
sional  behavior  of  these  materials  when  exposed  to  various  environments  for 
prolonged  periods;  and  the  behavior  of  these  materials  wher  cyclicly  loaded 
while  submerged  in  various  environments. 

Test  Procedures 

Static  Compression  Test : 

Although  some  published  data  is  available,  it  was  felt  necessary  to  check 
the  behavior  of  these  materials  when  subjected  to  a  compressive  load: 

Huorglas  -  approximate  compressive  strength  26,000  psi  (published) 

Viblon  -  ultimate  compressive  strength  in  excess  of  10,000  psi  (published) 

Neoprene  -  unavailable  -  not  normal 1>  provided. 

The  pad  of  each  sample  set  was  compressed  on  the  60,000  lb.  tension 
tester.  Load  and  deflection  were  recorded  at  various  points.  In  addition  to 
the  three  types  of  material  under  test,  a  pad  from  the  standard  Fabreeka  set 
was  tested.  The  recovery  after  load  removal  was  also  recorded.  This  data  is 
shown  in  Figs.  1  a  and  1  b. 

Soak  Test: 

Sets  of  pads  and  rings  were  measured  initially  and  then  submerged  in  the 
following:  water,  salt  water.  GAA  grease,  SAB  30  oil  and  Mil-L-46000  lubricant. 
Measurements  of  each  set  were  made  at  approximately  24  hr.  intervals  until  the 
environment  had  little  or  no  further  dimensional  affect  (approx.  400  hrs)  on 
the  pads.  I  he  data  obtained  is  shown  in  Figs.  2  a  thru  2  e. 

Cycling  Test :  Operation  of  lest  Apparatus 

Each  set  of  rings  and  pad  was  tested  cyclically  using  the  test  fixture 
set-up  shown  in  Fig.  3  a. 

Hydraulic  pressure  was  used  to  produce  a  load  of  146,000  lb  ,  which  is 

equivalent  to  that  from  maximum  firing  pressure  when  multiplied  by  an  impact 
factor  of  2. 


ire  2.  Soak  Tests:  Thickness  Increase  Vs  Time 


SOAK  TEST  (SOAKING  MEDIA:  MIL -L- 46000) 

NOTE: I)  THICKNESS  CHANGES  PLOTTED  ARE 
AVERAGE  VALUES 

2)  FLUORGLAS  DID  NOT  CHANGE  IN 
MIL- L- 46000 


KEY: 

O- NEOPRENE 
X  -  VI8I.0N 


TIME  (hrt) 


FIG.  S 


Figure  2.  (continues) 


Figure  3.  Pad  Test  Fixture  Drawings  and  Photographs 


gure  3.  (continued) 


Strain  gages  were  applied  to  the  shaft  and  connected  to  a  recorder 
in  order  to  monitor  the  actual  load. 

An  air  source  (90  psi)  was  permanently  attached  to  assure  that  when  hy¬ 
draulic  pressure  was  removed  the  rings  and  pad  would  be  completely  unloaded 
and  no  residual  compression  load  would  be  present. 

The  hydraulic  pressure  was  cycled  at  4  cycles/min.  and  applied  perpen¬ 
dicular  to  the  plane  of  the  rings  and  pad. 

Each  cycle  took  approx.  16.8  sec.  and  was  divided  as  follows: 


rise  time 

7.2 

peak  pressure 

2.0 

fall  time 

.8 

Dwell  (no  pressure) 

6.8 

The  various  foreign  materials  used  as  the  test  environment  were  retained 
around  the  ring  and  pad  area  by  a  well  attached  to  the  test  fixture. 

This  method  was  applied  to  46  sets  of  pads;  14  Neoprene  ,  19  Viblon  and 
13  Fluorglrs.  Torque  required  to  rotate  the  simulated  socket  was  measured 
with  a  torque  wrench  both  clockwise  and  counter-clockwise.  Fig.  4  a  lists 
all  of  the  cycling  tests  which  were  conducted;  Fig.  4  b  shows  which  of  these 
runs  may  be  compared.  The  comparisons  which  have  been  made  arc  shown  graphi¬ 
cally  Figs.  5  al  -  5d8b. 

In  addition  to  cyclically  testing  the  present  pad  configuration,  three 
tests  were  made  using  a  ball  (spherical)  socket  and  matching  baseplate  Fig.  3  b. 
Diameters  of  this  ball  and  socket  interface  are  the  same  as  the  present 
basecap  and  socket. 

Discussion  of  Results: 

Only  3  few  of  all  the  possible  comparisons  were  tested.  Many  were  elimi¬ 
nated  in  the  interest  of  economy,  based  on  the  assumption  that  the  more  severe 
environments  should  be  tested. 
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SUMMARY  SiilXT 
(Cycling  Test) 


RUN 

NO. 

PAD 

MATH, 

SOCkbT 

MAT'L 

PRECONDITION 

OF  MAT'L 

TEST 

F.NVIRO 

CYCLIS 

RESULTS 

1 

Neoprene 

Al. 

None 

None 

400 

Operable 

*> 

Neoprene 

II 

None 

None 

1000 

Operable 

3 

Neoprene 

It 

None 

Mud 

SSO 

Operable 

4 

Viblon 

II 

Test  Ass'y  soaked  in 
salt  H2O 

Mud 

1000 

Operable 

S 

Neoprene 

II 

Test  Ass'y  soaked  in  H2O 

Mud 

10F 1 

Operable 

6 

Pluorglas 

It 

Salt  II2O 

Mud 

1001 

Operable 

Reusable 

7 

Fiuorglas 
(.030  Champ) 

It 

None 

Mud 

1001 

Operable 

Reusable 

8 

Neoprene 

II 

h2o 

Mud 

1001 

Operable 

Reusable 

9 

Neoprene 

II 

None 

Mud 

2001 

Operable 

10 

Neoprene 

II 

None 

Wet  Sand 

50 

Failed 

11 

ViUlon 

II 

None 

Wet  Sand 

1000L 

Failed 

Reusable 

12 

Fiuorglas 

II 

None 

Wet  Sand 

250 

Failed 

Reusable 

13 

Viblon 

II 

None 

Wet  Sand 

300L 

Failed 

Reusable 

14 

Viblon 

It 

30  day  soak  in  salt  H2O 

Mud  &  Sand 

1000 

Operable 

Reusable 

15 

Neoprene 

II 

None 

Mud  &  Sand 

8001 

Failed 

lb 

Fiuorglas 

II 

None 

Mud  &  Sand 

1001 

Operable 

Reusable 

17 

Fiuorglas 
(.030  Champ) 

II 

None 

Dry  Sand 

1001 

Operable 

Reusable 

A 


Figure  4.  Cycling  Test  Summary 
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I 


RUN 

NO. 

RAD 

MAT 1 L 

SuU.r.T 

MAPI 

PPFt'ONi  1 1  ION 

OF  MAI 'L 

1I.ST 

EN'IRO 

CYCLES 

RESULTS 

18 

Fluorglas 
(.030  Champ) 

Al. 

None 

Dry  Tine  Sand 

1001 

Operable 

Reusable 

iy 

Fluorglas 
(.030  Champ) 

It 

None 

Dry  Coarse  Sand 

1001 

Operable 

Reusable 

20* 

1  luorglas 
(.030  Champ) 

II 

None 

Ket  Coarse  Sand 

SO 

Tax  l  cd 
Reusable 

21* 

Fluorglas 
(.030  Champ) 

II 

None 

bet  Medium  Sand 

500 

Tailed 

Reusable 

22 

Viblon 

Steel 

None 

Pry  Coarsi  Sand 

1001 

! ai  led 

23 

Viblon 

" 

None 

Drv  Coarse  Sand 

lupl 

Opcrnb 1 e 
Reusable 

24 

Viblon 

it 

None 

Wet  Coarse  .‘and 

59 

(ail  oil 
Reusable 

23 

Neoprene 

»♦ 

None 

Pry  Coarse  S<nd 

1001 

mperable 

20 

Neoprene 

H 

None 

Ket  coarst  >and 

POO 

1  a 1 1 ed 

27 

I luorglas 

ii 

None 

Dry  Coarse  >and 

100. 

Operab 1 r 
Reusable 

28 

Fluorglas 

i» 

None 

Dry  Coarse  Sand 

1001 

Operable 

Reusable 

20 

Neoprene 

II 

None 

Dry  Fine  Sand 

1001 

Operatic 

Reusable 

30 

Viblon 

II 

None 

Dry  Fine  Sand 

1001 

Operable 

Reusable 

31 

Neoprene 

II 

None 

IVet  Medium  Sand 

100 

Failed 

Reusable 

32 

Viblon 

II 

None 

Dry 

1001 

Operable 

Reusable 

33 

Viblon 

If 

None 

Wet  Medium  Sand 

1051 

Operable 

Reusable 

34 

Viblon 

II 

None 

Mud 

1001 

Operable 

Reusable 

A  (continued) 


RUN 

NO. 

PAD 

MAT'D 

SOCKET 

MAT '  L 

PRECONDITION 

Or  MAT ' L 

TEST 

ENVIRO 

CYCLES 

RESULTS 

35 

Viblon 

Steel 

None 

Net  Mixed  Sand 

1001 

Operable 

Reusable 

3b 

Viblon 

II 

Rings  5  Pad  coated 
w/GAA  grease 

Wet  Coarse  Sand 

1001 

Operable 

Reusable 

37 

Fluorglas 

It 

II 

Wet  Coarse  Sand 

300 

Tailed 

Reusable 

38 

Viblon 

It 

Mil-L-46000 

Net  Mixed  Sand 

600 

Tailed 

30 

Viblon 

II 

GAA  grease 

Wet  Mixed  Sand 

1001 

Operable 

Reusable 

40 

Viblon 

II 

MIL-L-46000 

Wet  Medium  Sand 

50 

Fai led 

41 

Neoprene 

II 

GAA  grease 

Dry  Coarse  Sand 

1001 

Operable 

42 

Viblon 

•  1 

GAA  grease 

Wet  medium  Sand 

1001 

Operable 

reusable 

43 

Viblon 

II 

GAA  grease 

Dry  Coarse  Sand 

1001 

Operable 

44 

Viblon 

n 

MIL-L-46000 

Dry  Coarse  Sand 

1001 

Operable 

45 

Neoprene 

•t 

MIL-L-46000 

Dry  Coarse  Sand 

200 

1  ailed 

4b 

Fluorglas 

Aluminum  «/ 
ann.  rings 

None 

Wet  Coarse  Sar.J 

1001 

Operable 

47 

Spherical 
Steel  (Rc-21) 

None 

Wet  Coarse  Sand 

50 ' 

Failed 

Reusable 

48 

II 

None 

Wet  Coarse  Sand 

1000 

Operable 

Failed 

ay 

It 

None 

Wet  Fine  Sand 

1000 

Operable 

Reusable 

NOTES: 

*  Runs  20  5  21  were  conducted  using  same  set  of  pads. 

I!  Socket  could  not  I>c  rotated  with  torque  SO  ft.  lbs.  at  No.  of  cycles  indicated, 

"Failed"  means  that  the  torque  required  to  rotate  the  simulated  socket  exceeds  SO  ft  * 

"Reusable"  means  that  the  pads  after  completion  of  test  were  still  in  good  enough  condition 
that,  with  cleaning,  they  could  be  reused. 

A  (continued) 


1  IB 


ENVIRONMENT 

%L 

PRE  CONDITION 

NONE 

oALT  H  g  0 

H20 

GAA  GREASE 

MIL-L-46000 

DRY 

N 

RUNS  1,2 

V 

RUN  32 

p 

RUN  28 

MUD 

N 

RUN  3,9 

RUN  5,8 

V 

RUN  34 

RUN  4 

F 

RUN  7 

RUN  6 

MUD  a 
MIXED SAND 

N 

RUN  15 

- - 

. 

V 

RUN  35 

RUN  14 

F 

RUN  16 

MIXED 

SAND 

N 

RUN  (10) 

V 

RUN  (11)03: 

RUN(39) 

RUN  (38) 

F 

run02)5Z 

FINE 

SAND 

N 

RUN  m 

V 

RUN  [30 

m 

RUN  18 

MEDIUM 

SAND 

N 

RUN  (31) 

m 

RUN{33] 

RUN  (42) 

RUN  (40) 

a 

RUN  (21) 

COARSE 

SAND 

N 

RUN[25](26) 

RUN  gT] 

RUN(45| 

n 

m&M 

RUN(36)g3) 

RUN  44 

n 

1 

i 

1_ 

RUN  (37) 

(  )  =  WET  □--DRY 


r 


Figure  4.  (continued) 
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Usually  only  one  set  was  examined  for  each  test  condition,  in  the  interest  of 


economy.  Where  second  runs  were  made,  it  was  done  because  results  from  the 
first  set  were  suspect. 

Compression  Test: 

Each  of  the  four  materials  tested  were  subjected  to  the  maximum  compressive 
load  they  could  take  without  continuous  extrusion  at  constant  load.  With  each 
of  the  materials  the  load  was  recorded  along  with  the  resulting  deflection  at 
approximately  1000  psi  increments. 

The  maximum  compressive  loads  reached  with  these  materials  is  as  follows: 

Fluorglas  -  20,000  psi 

Viblon  -  20,000  psi 

Fabreeka  -  17,000  psi 

Neoprene  -  13,000  psi 

The  results  of  the  static  compression  test  are  shown  on  Fig.  1  a.  As  would 
be  expected,  Fluorglas  is  shown  to  be  approximately  4  to  5  times  less  deformable 
than  the  previously  used  Neoprene.  Viblon  falls  about  in  the  middle.  It 
should  be  pointed  out  that  the  Fabreeka  pad  material  more  closely  approximates 
Viblon  than  either  Neoprene  or  Fluorglas.  After  load  removal  the  recovery  of 
each  material  was  noted  as  a  function  of  time,  the  results  of  which  are  shown 
on  Fig.  1  b. 

For  comparison,  the  average  recovery  rates  were  calculated  and  are  listed. 

Viblon  -  .018  in/hr 

Fabreeka  -  .008  in/hr 

Neoprene  -  .003  in/hr 

Fluorglas  -  .001  in/hr 

As  can  be  seen  from  Fig.  1  b  ,  none  of  the  materials  tested  have  recovery 
rates  rapid  enough  to  recover  completely  between  rounds.  However,  Fluorglas, 
since  it  possesses  tne  lowest  permanent  set  and  remains  essentially  constant 
with  time,  offers  the  least  effect  on  the  weapon. 


jasssswe  mi 


Soak  Test: 

During  this  test  it  was  noticed  that  expansion  duo  to  absorption  of 
environment  was  paralleled  by  softening  of  the  material  subjected  to  that 
environment. 

The  table  below  shows  the  relative  severity  (listed  from  most  severe  to 
least  severe)  of  the  environment  on  the  material  tested. 


Neoprene 


GAA  grease 
Mil-L-46000 
SAG  30  oil 
Water 

Salt  water 


Viblon 

Mil-L-46000 

Water 

GAA  grease 
Salt  water 
SAG  30  oil 


*Fabrecka 

GAA  grease 

Water 

SAG  30  oil 


*Fabreeka  was  not  tested  in  Mil-L-46000  oi  salt  water. 

It  was  also  noticed  during  this  test  that  approximately  60%  or  more  of 
the  expansion  and  softening  occurred  in  the  first  100  hrs  of  soaking. 

The  most  important  result  of  this  test,  however,  was  that  Fluorglas  had 
no  apparent  expansion  or  softening  in  any  of  the  five  environments. 

Cycle  Test: 

The  plotted  results  of  these  tests  are  shown  in  Fig.  5al  thru  Fig.  5d8b. 

In  the  beginning  of  this  phase  of  testing,  we  had  expected  to  find,  in  the 
mud  environment,  that  the  number  of  test  cycles  required  and  the  number  of 
rounds  fired  at  A  P  G  to  achieve  socket  seizure  would  be  approximately  the  same. 
This  comparability  was  not  obtained  using  mud  mixed  to  the  required  specification. 
However,  upon  adding  approximately  30%  mixed  sand  the  torque  readings  and  seizures 
compared  quite  well  with  the  APG  firing  data.  The  sand  used  for  the  cycling 
tests  is  identified  in  type  and  quantity  op  fig,6. 
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TEST,  CYCLES  TEST  CYCLES 


CYCLING  TEST 
NEOPRENE 


CYCLING  TEST 
NEOPRENE 


key: 

O-ORY  (RUN  I )  NO  PRESOAK 

1- DRY  (RON  2)  NO  PRESOAK 

O-DRY  COARSE  SAND  (RON  25)  NO  PRESOAK 

O-ORY  FINE  SAND  (RON  23/  NO  PRESOAK 

O-ORY  COARSE  SAND  (RUN  41)  PRESOAK  IN  G/.A  GREASE 

X-DRY  COARSE  SAND  (RUN  43)  PRESOAK  IN  MIL-L-46000 


KIT.  - 

O-  MUDtnON  3)  NO  PRESOAK 
a-MUO(RONS)  PRESOAK  IN  H,0 
S-WET  MEO  SAND  (RUN  31)  NO  PRESOAK 
O-MUD  (RUN 9)  NO  PRESOAK 
3- MUD  S  MIXEOSAND  (RUN  IS)  NO  PRESOAK 
O-WET  MIXED  SAND  (RUN  10)  NO  PRESOAK 
j3  -  WET  COARSE  SANO  (RUN  26)  NO  PRESOAK 
X-MUO(RUN  8)  PRESOAK  IN  H,0 


TORQUE  (FT  LBS) 


TORQUE  (FT  LBS) 


M 


CYCLING  TEST 
FLUORGLAS 


gmiNg_TR§i 

FLUORGLAS 


K'EYs 

O-UUO  (RUNT)  NO  PRESOAK 

0- MOO  8  MIXED  SANO  (RUN  16)  HO  PRESOAK 

O -WET  MIXED  SAND  OTUN 12)  NO  PRESOAK 

O-WEY  MEDIUM  SANO  (RUN  21)  NO  PRESOAK 

4 -WET  COARSE  SANO  (RUN 20)  NO  PRESOAK 

O  -WET  COARSE  SAND  (RUH  3T)  COATED  W/  OAA  0R8ASE 

X-ORYIRUN  28)  NO  PRESOAK 


KEY: 

•-WET  COARSE  SAND  (SUN  46)  NO  PRESOAK 
A-ORY  COARSE  SANO  (RUN  2T)  NO  PRESOAK 
0-ORYCOARSE  SAND ( RUN  19)  NO  PRESOAK 
X-DRY  FINE  SAND  (RUN  IS)  NO  PRESOAK 
O-DRY  MIXED  SANO  (NUN  IT)  NO  PRESOAK 
O-MUD (RU4  6)  PRESOAK  IN  SALT  ht0 


Figure  5.  Cycling  Tests: 


Materials  and  Conditions 
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TEST  CYCLES 


CYCLING  TEST 
VIBLON 


CYCLING  TEST 
VIBLON 


KEY' 

&  -DRY  COARSE  SANO  (RUN  23)  NO  PRESOAK 
O  - OflY  COARSE  SANO  (RUN  22)  NO  PRESOAK 
X-WET  COARSE  SAMO  (RUN  24)  NO  PRESOAK 
0-WET  MIXED  SANO  (RUN  13)  HO  PRESOAK 
O-MUO  WITH  MIXED  SANO  (RUN  14)  PRESOAK 
IN  SALT  HfO 

A- WET  MIXED  SANO  (RUN  36)  PRESOAK 


i.ET  - 

0-  DRY  (RUN  32)  NO  PRESOAK 
L-ORY  FINE  SANOIRtiN  30)  CO  PRESOAK 
O-  MUO  &  MIXED  SAND  (RUN  33)  NO  PRESOAK 
A-WE)  MIXEO  SAND  (HUN  ll)  NO  PPESOAK 
X-WET  COARSE  SANO  (RUN  36)  WITH  GREASE 
O-WEY  MEDSANDIRUN  33)  NO  PRESOAK 
Q— MllO  (RUN  34)  NO  PRESOAK 


TORQUE  (FT  LBS) 


TORQUE  (ft  Ibt) 


(  1 


CYCLING  TEST 
VIBLON 

KEY. 

O-MUDIRUN  4)  ‘.-if SOAK  IN  SALT  M,0 
O-  WET  MOCD  ,'A> t-  (RUN  39)  PRESOAK  IN  OAA  OREASE 
O-YYETMED.  SANC‘*.JN40>  PRESOAK  IN  MIL-L- 46000 
O-  WET  MED  SANO  .RUN  42)  PRESOAK  IN  GAA  OREASE 
X-ORY  COARSF  SAN0(RUN4i)  PRESOAK  !N  OAA  OREASE 
&-ORY  COARSE  SAN’.'(RUN  44)  PRESOAK  M  MIL-L'46000 


TEST  CYCLES 


CYCLING  TEST 
DRY 

ENVIRONMENT 


O-NEOPRENE  (RUN?)  NO  PRt'.OAK 
&-FLUORGLAS  (RUN  2fS)  NO  PNESOAK 
fc-VO  ON  (RUN  3?)  NO  PRESOAK 


fe 

£  400 


20  30  40 

TORQUE  (FT  LBS) 

i) ! 


CYCLING  TEST 
MUD 

ENVIRONMENT 


O-NEDPROAJ  NO  PRESGAK  (RUN  3)  NO  PRESOAK 
L-FUJORGLAS  NO  PRESOAK  (RUN  7)  NO  PRESOAK 
O-NEOPflENE  NO  PRESQAK  (RUN  9)  NO  PRESOAK 
O-WaiON  NO  PRESOAK  (RUN  34)  NO  PRESOAK 


CYCLING  TEST 
MUD 

ENVIRONMENT 


0-NEOPR£NE(RUN5>  PRESOAKED  IN  WATER 

x-vmtjON(mm> presoaked  in 20*  saltwater 

A~  FUIORGLAS  (RUN  6)  PRESOAKEO  IN  20%  SALT  WATE 


TORQUE  (FT  LBS) 

I'.U 

TORQUE  (FT  LBS) 

ict> 

Figure  5.  (continued) 

,<•  t 


•J " 

Yi 


<•» 


CYCLMG  TEST 
MUD  a  SAND 
ENVIRONMENT 


Ktr 

O-VBLON(kUNM)  presoak  in  salt  h,o 
□-NEOPRENE  (RUN  B>  NO  PRESOAK 
U-FUMKLAS  (RON  16)  NO  PRESOAK 
O-VIBIjON  (RUN  3*))  NO  PRESOAK 


CYCLIC  TEST 

wzjm&LmQ 

ENVIRONMENT 


CYCLING  TEST 
WET  MIXED  SAND 
ENVIRONMENT 


KEY: 

O-NEOPREUE  (RUHtO)  NO  PRESOAK 
X-VIBLON(RUNII)  NO  PRESOAK 
O-FLUORGLAS(RUNK)  NO  PRESOAK 


key: 

o-vmuw  iron  sa)  presoak  in  uil*l*4«ooo 
a-Meuw(miH5o>  paesoak  in  gaa  qrease 


TOROUE  (FT  LBS) 


n ; ! 


Figure  5.  (continued) 
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TEST  CYCLES  TEST  CYCLES 


CYCLING  TEST 
DRY  COARSE  SAND 

environment 

KIT 

O-VBLON  (RUN  431  PRESOAK  IN  GAA  GREASE 
t»-VBUX  (RUN  44)  PRESOAK  IN  MIL-L- 46000 
O-NEOPRENE  (RUN  41)  PRESOAK  IN  GAA  GREASE 
O-NEOPRENE  (RUN  45)  PRESOAK  IN  MIL  l  46000 


CYCLING  TEST 
WET  COARSE  SAND 
ENVIRONMENT 


CYCLING  TEST 
DRY  COARSE  SAND 
ENVIRONMENT 

KEY 

O-NEOPRENE  (RUN  25)  NO  “RESOAK 
X- VISION  (PUN  23)  NO  PRESOAK 
O-riUOfiGLAS  (RUNS?)  NO  PRESOAK 


CYCLING  TEST 
WET  COARSE  SAND 
ENVIRONMENT 


key: 

O-uEtONIRt-  36)  PRECOATEO  W/OAA  GREASE 
a  -  VBLON  (.  X  37)  PRECOATED  W/GAA  GREASE 
O-  PUK'-SLAS  (RUN  46)  WITH  ANNULAR  RWGS  ON  SOCKET 


KEY: 

O-NEOPRENE  (RUN 26)  NO  PRESOAK 
X-VI8U5N  (RUN  24)  NO  PRESOAK 
O-FLD0RGLA8  ( RUN  20)  NO  PRESOAK 


Figure  5.  (continued) 
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SAND  IDENTIFICATION  CHART 


Coarse  Sand 


1 

% 


Medium  Sand 


Sand,  Placing,  Dry,  White 
Granville  No.  1 
Approx.  60  Mesh 
Stock  No.  3428-47 


Sand,  Berkley  Dry  Float 
Approx.  13S  Mesh 
Stock  No.  3428-46 


Fine  band 


Flint  Regular 
Finer  than  200  f'es'n 
Stock  No.  S350-650-5620 


Mixed  Sand 


Approx.  1/3  each  of 
The  three  types  above 


Mud  and  Mixed  Sand  -  Approx.  30?o  of  mixed 

sand  added  to  the 
Mud  at  time  of  test. 


Figure  6.  Sand  Types 


In  Figs.  5a,  5b,  5c  the  runs  made  with  each  material  have  been  plotted; 

from  this  we  can  see  that  the  most  difficult  environments  were  as  follows: 

Neoprene  -  Mud  $  mixed  sand,  wet  mixed  sand,  wet  coarse  sand 

Vibion  -  Wet  coarse  sand  and  wet  mixed  sand 

Fluorglas  -  Wet  coarse  sand,  wet  mixed  sand  f,  wet  med.  sand 

The  easiest  environments  were: 

Neoprene  -  Dry 

Vibion  -  Dry  coarse  sand,  dry  ft  dry  fine  sand 

Fluorglas  -  Dry  5  dry  fine  sand 

Since  there  existed  such  a  scattering  of  d;  La  in  that  the  runs  varied 
considerably,  the  data  was  also  plotted  for  each  environment  tested, Figs.  5  d. 
As  can  be  seen  from  these  plots  there  is  considerable  overlap  of  data  and 
particular  trends  are  not  easily  discernable. 

The  nature  of  this  type  of  failure  -  seizures  due  to  foreign  matter  -  is 
erratic  and  with  only  one  sample  generally  being  run  for  each  condition  the 
overlap  and  lack  of  consistency  should  be  expected. 

In  testing  the  three  materials  in  the  three  different  sand  granulation 
sizes  it  was  found  that, in  general, as  the  granulation  size  increased,  so  did 
the  torque  required  to  rotate  the  socket.  In  one  particular  case  using  the 
coarse  sand, it  was  impossible  to  determine  if  the  pad  and  rings  caused  the 
seizure  or  if  the  large  grains  became  wedged  between  the  socket/baseplate 
interface  and  caused  seizure. 

Absolute  values  obtained  in  this  test  should  not  be  used  as  indications  of 
the  exact  amount  of  torque  and/or  life  obtained  while  using  these  pads  in  the 
field.  The  primary  reason  for  this  being  the  rise  time  of  the  load  during  test 
was  approximately  seven  (7)  seconds  -  many  hundreds  of  times  slower  that  would 
be  obtained  during  firing.  The  effects  of  the  difference  in  use  time  is  un¬ 
known  at  this  time. 
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During  soaking  tests  Fluorglas  alone  demonstrated  it's  ability  to  with¬ 
stand  the  soaking  environment  without  dimensional  change,  while  Neoprene  and 
Viblon  both  exhibited  significant  dimensional  change. 

When  presoaked  pads  and  rings  were  tested  cyclically* there  appeared  to  be  a 
general  increase  in  torque  with  those  presoaked  prior  to  cycling  and  those  not 
presoaked.  There  has  not  been  enough  testing  to  isolate  the  effects  of  presoak. 
Conclusions : 

None  of  these  materials  completely  solves  the  problem;  we  have  degrees 
of  improvement  and  each  material  will  fail  under  certain  conditions. 

It  was  discovered  that  the  physical  appearance  of  the  pad  and  rings  was 
not  related  to  seizure.  Several  sets  were  badly  delaminated  and  shredded 
when  they  were  removed,  with  no  high  torque  measurements  or  seizure.  Others, 
when  removed  after  seizure,  were  found  to  look  almost  as  good  as  new. 

The  grain  size  of  the  sand  used  was  found  to  have  an  effect  on  the  torque 
readings.  Specifically,  the  larger  the  grain  size  used,  the  higher  the  torque 
reading:. 

During  the  compression  tests  it  was  found  that  Fluorglas  was  much  more 
resistant  to  load  than  the  other  materials  tested  and  also  showed  a  much  lower 
material  set  after  load  removal.  Neoprene  simply  did  not  have  enough  structural 
strength  and  would  delaminate  under  load. 

The  soak  tests  conducted  showed  Fluorglas  was  not  dimensionally  affected 
by  any  environment  tested.  Neoprene  and  Viblon,  however,  were  affected  dim¬ 
ensionally  and,  depending  on  the  soaking  environment,  sometimes  quite  severely. 

Of  the  sample  pads  cyclicly  tested  which  had  been  presoaked  it  was  noticed 
that  both  Neoprene  and  Viblon  seemed  to  experience  more  fraying  and  delamination 


when  presoaked  than  when  they  were  not.  Fluorglas  did  not  appear  to  show  much 
difference  whether  presoaked  or  not. 

As  a  result  of  this  testing  it  was  found  that  three  materials  could  be 
expected  to  last  as  follows: 

Neoprene  -  in  excess  of  1000  cycles  under  most  favorable  conditions. 

-  less  than  50  cycles  under  worst  conditions. 

Viblon  -  in  excess  of  1000  cycles  under  most  favorable  conditions. 

-  less  than  50  cycles  under  worst  conditions. 

Fluorglas  -  in  excess  of  1000  cycles  under  most  favorable  conditions. 

-  less  than  50  cycles  under  worst  conditions. 

On  six  of  the  tests  made  with  Fluorglas  the  outside  OD's  were  chamfered 
.030  in.  The  result  of  this  chamfer  was  that  it  seemed  to  eliminate  the 
"cupping"  effect  seen  on  other  tests  of  the  Fluorglas. 

As  far  as  torque  readings  were  concerned  the  effect  of  this  chamfer  was 
undetermined. 

The  metal  socket  tested  in  the  last  three  tests  showed  a  generally  lower 
torque  level  than  any  of  the  other  materials  and,  even  though  it  had  undergo. t 
three  separate  tests,  was  still  reusable. 

Recommendations : 

1.  The  current  10-15  in.  lb  maximum  torque  level  required  by  TECOM  is 
completely  unrealistic.  The  socket  can  be  rotated  manually  while  offering 

a  resisting  torque  of  SO  in.  lbs.  manually  and  if  the  tube  is  used  as  a  lever  a 
torque  of  90-100  ft.  lbs.  can  be  generated  quite  easily. 

2.  In  any  future  testing,  wet  coarse  sand  should  be  used  during  the  environment 
phase.  This  requirement  should  be  incorporated  in  all  future  test  directives 
for  mortar  baseplates. 
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3.  Additional  work  to  be  accomplished  in  completing  the  investigation  of  the 
socket  seizures  problem  is  as  follows: 

a.  Find  the  exact  relation  between  laboratory  cycles  and  firing.  With 
this  relationship  established,  materials  could  be  tested  in  the  laboratory 
without  the  high  cost  of  firing.  The  relationship  of  foreign  material  pene¬ 
tration  as  related  to  firing  shock  is  very  important. 

b.  Increase  the  sample  to  five  to  insure  accuracy  of  the  results. 

4.  It  is  recommended  that  future  consideration  be  given  to  a  redesign  of  the 
socket/baseplate  interface  area  aimed  at  eliminating  the  necessity  of  rings 
and  pads. 

5.  It  is  recommended  that  the  Fluorglas  material  coated  with  GAA  grease 
should  be  used  as  a  fix  for  the  problem.  This  change  over  would  be  done  on 
an  attrition  basis. 
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APPENDIX 


Photographs  of  Test  Pads  and  Rings;  Runs  1-46 


IUN  I 
NEOPRENE 
ORY 

lOt  CtCUS 


RUN  ? 
NEOPRENE 
OHY 

1000  octes 


NEOMENE  (WESOMtfO 
IN  VOTER) 

DUO 

1051  CTCt.ES 


RtfOMUS  (ME  SOWED 

IN  SWT  VOTER) 

RQI 

1001  CYCLES 


RUN  • 

NEOPRENE 

WO 

2101  CYCLES 


30 


RUN  10 
NEOPRENE 

RET  SIND  (»ixed) 
50  CYCLES 


404-6-70 


«T  um  (Hind) 
tlW  CYCLES 


FlUMGUS 
*ET  SAND  (nixed ) 
250  CYCLES 


RIJN  13 
VISION 


RUN  14 

VIBION  <pr esoakeo 

in  salt  male i > 


l£T  S»NO  («i«d) 
iO  CYCLES 


MUD  -  SAND 
IOOO  CYCLES 


RUN  IS 
NFOPRt'NE 
*UO  •  StUD 
303  CYC.ES 


RUN  18 
FtUOREUS 
•UO  *  S1H0 
tool  CYCLES 


15L.-M 


FLUORGUS 
MY  SAW  («U«d) 
IflOt  CYCLES 


ftUOASlAS 
DRY  FINE  SAW 
teoi  CYCLES 


150-15-71. 


FLUORGUS 
DRY  COARSE  S»NO 
IOOI  CYCLES 


RUN  20  (  21 
FlUORGUS 

RUN  20  -  RET  COARSE  SAND 

RUN  2!  -  RET  MEDIUM  SAND 

RUN  2U  -  50  CYCLES 

RUN  21  -  500  CYCLES 


RUN  24 
VISION 
VIET  COARSE  SIM) 
S9  CVCUS 


MJK  !'• 
NfOWM 
CSt  C  UN; !  '■ 

i  joi  ov;a. 


mv 

FlUftSUS 
DRY  COARSE  SARD 
tDOl  CYCLES 


156-13-71 


DRY  FINE  SAND 
1001  CYCLES 


NEOPRENE 
•El  NEOIUM  SAND 
100  CYCLES 


156-10-71 


VISION  . COATEO 

*ITH  Gil  GREASE) 
«£T  COARSE  SANO 

iooi  cycles 


FLOORS  US 


WET  COARSE  SANO 
30e  CYCLES 


vision  <pk$omio 

IN  Nil  l  46000 i 
ORy  CO*«S£  sand 
iooi  oven; 


<r 


NCOPMNl  (PriHSOAKCU 

IN  Nil  I  46CSI 
ORy  COJRSE  -.i'll. 

?0f  u;;<  > 


m  41 

nwraus  ««u  sscun 

IfT  C9*9Jt  SMC 
!S91  CTCUS 


